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What is claimed is: 

1 . A method for producing a composite nonwoven fabric in 
a vertiqal plane, comprising: 

providing an extruder having a plurality of die heads, the 
extrudertbeing located above a first chilled roller, 

bHextruding heated continuous filaments from the die heads of 
the extruder to the first chilled roller, wherein the extruder is 
configured! to provide the continuous filaments to the chilled roller in a 
canted direction that is tangent to the surface of the first chilled roller, 




10 ^ c) quenching and stretching simultaneously the continuous 

filaments, 

d) conVeying the continuous filaments in a downward direction 
to a nip comprising nip rollers, 

e) providing aWeast one nonwoven web, 
15 f) applying an adhesive on the surface of the one nonwoven 

web and then prpviding said one nonwoven web to the nip. 
and 

g) laminatirfg the continuous filaments with the nonwoven web 
in the nip to form alcomposite nonwoven fabric. 
20 2. The method of claim 1 wherein the continuous filaments 

are elasticized. 

3. The mdthod of claim 1 wherein the composite 
nonwoven fabric is elasticized. 

4. The method of claim 1 wherein the continuous filaments 
25 move vertically down\4ard approximately in line with the lamination 

process. 

5. The method of claim 1 wherein upon breakage of a 
continuous filament, thevfilament is automatically re-threaded. 

6. The method of claim 1 comprising the further step of 
30 relaxing said composite nlpnwoven fabric by a take-up roll running at 

a differential speed 

7. The method dff claim 1 comprising the further step of 
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providing a second nonwoven web and laminating the second 
nonwpven web to the continuous filaments in the nip. 
\^ \8. The method of claim 7 comprising the further step of 

applying an adhesive on the surface of the second nonwoven web 
prior to\laminating the second nonwoven web at the nip. 

The method of claim 1 wherein the conveying of the 
continuous filaments to the nip is accomplished via a series of 
sequential rollers. 

101 The method of claim 9 wherein the number of 
sequential rollers is at least four. 

1 1 . \ The method of claim 10 wherein the rollers comprise a 
first chilled ripller, a second chilled roller, a third roller, and a fourth 
roller. 

12. VThe method of claim 1 wherein the speed ratio of the 
nip rolls relative to the first chilled roll can be varied. 

13. Tne method of claim 12 wherein the speed ratio of the 
nip rolls relative\to the first chilled roll is between about 2:1 and about 
8:1. 

14. Th^ method of claim 12 wherein the speed ratio of the 
nip rolls relative tqthe first chilled roll is between about 4:1 and about 

6:1. 

15. The nAethod of claim 1 wherein said quenching is 
accomplished with at least one additional temperature controlled 
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chilled roller. 
\6. 



A method for producing a composite nonwoven fabric in 



a vertical plane, comprising: 

a) vertically extruding heated continuous filaments from die 
heads of an extruder to a\conveying roller located vertically lower 
than the extruder and wherein the extruder is configured to provide 
the continuous filaments to\he conveying roller in a canted direction 
that is tangent to the surfaceW the conveying roller, 

b) quenching and stret&hing simultaneously the continuous 
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filaments, 

c) conveying the continuous filaments in a downward direction 
to a nip comprising nip rollers, 

d) providing at least one nonwoven web to the nip, 

e) laminating the continuous filaments with the nonwoven web 
i|n the nip to form a composite nonwoven fabric, and 

f) relaxing the composite nonwoven fabric. 

17. The method of claim 16 wherein said conveying roller is 

dhilled. 

18. The method of claim 16 comprising the further step of 
providing a second nonwoven web to the nip and laminating the 

ntinuous filaments with the one nonwoven web and the second 
njpnwoven web in the nip to form a composite nonwoven fabric. 

19. The method of claim 16 wherein an adhesive is applied 
to\the nonwoven web prior to providing the web to the nip. 

20. The method of claim 19 wherein said adhesive is 
sprayed on said nonwoven web. 

21 . The method of claim 19 wherein an adhesive is applied 
to thfe second nonwoven web prior to providing the second nonwoven 
web \o the nip. 

!. An apparatus for producing a composite nonwoven 
fabric,\comprising: 

i) an extruder having a plurality of die heads for extruding 
heated continuous filaments, 

b) \ a first conveying roller, the first conveying roller being 
positioned vertically with respect to the extruder so that the extruded 
heated continuous filaments are provided to the first conveying roller 
in a canted\direction that is tangent to the surface of the first chilled 
roller, 

c) a n\p comprising at least two nip rollers, said nip being 
positioned vertically with respect to the first conveying roller in order 
to receive said\heating continuous filaments, 
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d) a roller mechanism for providing a first web to said nip to be 
lamirtated with the continuous filaments so as to form a continuous 
Tilameint laminate, and 

>) a mechanism for carrying the continuous filament laminate 
away frfcm the nip. 

23. The apparatus of claim 22 wherein said first conveying 
roller fig/temperature controlled. 

The apparatus of claim 22 wherein said first conveying 
roller is'b chilled roller. 

25. The apparatus of claim 22 further comprising an 
K /\ adhesWe applicator for applying adhesive to the first web prior to 

providing the first web to the nip. 

26. The apparatus of claim 25 wherein the adhesive 
applicato\ applies the adhesive by spraying the adhesive onto the first 

15 web. 

27. \ The apparatus of claim 22 further comprising a roller 
mechanism tor providing a second web to said nip to be laminated 
with the contiguous filaments and the first web so as to form a 
continuous filament laminate. 

20 28. The apparatus of claim 25 further comprising an 

adhesive applicator for applying adhesive to the second web prior to 
providing the second web to the nip. 

29. The apparatus of claim 28 wherein the adhesive 
applicator for the second web applies the adhesive by spraying the 

25 adhesive onto the second web. 



